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vanized iron manufacturers should not encourage
by any means.

CORRUGATING OF GALVANIZED  IRON,

The corrugating of galvanized sheet iron is
effected by means of a powerful machine, in which
are placed two dies which fit into each other, the
bottom die being wider on each side by half a
corrugation. The most useful size for a corrugating
machine is 10 feet 6 inches between the standards,
to take dies 10 feet 3 inches long for corrugating1
10 foot sheets. From my experience I am not in
favour of a machine of greater length as the bed is
apt to "spring," and although machines are in
operation for sheets up to 12 feet long, my impres-
sion is that the limit of a machine should be i o feet
6 inches in length. The demand for 11 and 12 feet
sheets is so small in comparison with 6, 7 and 8
foot lengths, I do not consider a manufacturer
would be prejudiced by professing his inability to
corrugate over 10 feet in length. The "hammer"
of the machine, which contains the upper corru-
gating die, is operated by means of eccentrics or a
cranked shaft. The former is decidedly the best
plan and less liable to breakage. I have known a
crank to break through, and the shaft is then useless
as it cannot be repaired, and would take some time
to replace. In case the straps of the eccentric
break they can easily be replaced. The sizes of
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